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Listing of Claims 

The following listing of claims will replace all prior versions, 
and listing, of claims in the subject application: 



1. (original) A crystal growth method, comprising the steps of: 

a) supplying a nitrogen material into a reaction vessel in which 
a mixed molten liquid comprising an alkaline metal and a group-Ill 
metal; and 

b) growing a crystal of a group-Ill nitride using the mixed 
molten liquid and the nitrogen material supplied in said step a) in 
said reaction vessel, 

wherein a provision is made such as to cause a vapor of the 
alkaline metal to stay inside said reaction vessel. 



2. 



\ 



^ (original) A crystal growth method, comprising the steps of: 

a) supplying a nitrogen material into a reaction vessel in which 
a mixed molten liquid comprising an alkaline metal and a group-Ill 
metal ; and 

b) growing a crystal of a group- III nitride using the mixed 
molten liquid and the nitrogen material brought in by said step a) in 
said reaction vessel, 

wherein a provision is made such as to prevent a vapor of the 
alkaline metal from blocking a zone through which the nitrogen material 
is supplied from the outside of said reaction vessel. 

\^ (original) The method as claimed in claim \, wherein a 
temperature in said reaction vessel above the surface of the mixed 
molten liquid is controlled so as to prevent the vapor of the alkaline 
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metal from condensing. 




(original) The method as claimed in claim 



wherein the 



temperature-ox- sard -zone - is controlled; ~ 




{currently amended) 



The method as claimed in claim 1, 



wherein further comprising : 

providing another reaction vessel io provided outside of said 
reaction vessel ; 

supplying the nitrogen material m — brought into the inner 
reaction vessel through the thus-provided outer reaction vessel; and 

a — provision — ars — made — ouch — ete — &e — allow allowing the nitrogen 
material to be brought into said inner reaction vessel from said outer 
reaction vessel, and [[, also, to cause]] causing the vapor of the 
alkaline metal to stay inside said inner reaction vessel . 



nitrogen material is supplied horizontally or from a direction below 
the horizontal direction. 

/X. (withdrawn) A crystal growth apparatus, comprising: 

a reacbiqn vessel holding a mixed molten liquid comprising an 
alkaline metal ana>6kcj roup- III metal; 

a first heating device heating the mixed molten liquid so as to 
enable crystal growth thereinrsand 

a second heating device heatiha above the surface of the mixed 
molten liquid so as to prevent the vapor>qf the alkaline metal above 
the surface of the mixed molten liquid from condensing. 



(original ) 



The method as claimed in claim 



^, wherein the 
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sT>\(withdrawn) A crystal growth apparatus comprising: 

a react iort^essel holding a mixed molten liquid comprising an 

alkaline -metal and a gxc^p^III metal; and" ~ 

a heating device heating a z5tie-^hrough which a nitrogen material 

is supplied externally into said reaction ve&s^. 

9. (withdrawn) The apparatus as claimed in claim 7, wherein: 
anotl^r reaction vessel is provided outside of said reaction 

vessel ; 

the nitrogen mabarial is brought into the inner reaction vessel 
through the thus -provided oub&r reaction vessel; and 

a provision is made such as to^atijow the nitrogen material to be 
brought into said inner reaction vessel N^m said outer reaction 
vessel, and, also, to cause the vapor of the alkaline metal to stay 
inside said inner reaction vessel. 

10. ^withdrawn) The apparatus as claimed in claim 8, wherein 
the nitrogen material^^irs^supplied horizontally or from a direction 
below the horizontal direction. 



"*^\ (original) A crystal growth method comprising the steps of: 

a) carrying out crystal growth in a reaction vessel of a group- 
Ill nitride comprising a group-Ill metal and a nitrogen from an 
alkaline metal, a substance comprising the group-Ill metal, and a 
substance comprising the nitrogen; and 

b) maintaining a growth condition for a crystal of the group-Ill 
nitride at a condition at which the crystal growth starts; then, 
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c) maintaining the growth condition at a condition at which the 
crystal growth stops; and, then, 

d) again setting the condition at which the crystal growth 
starts . - - - - 

Q ? 

(original) The method as claimed in claim IsJ, wherein: 

said step b) maintains the temperature of a zone in which a 
crystal of the group- I II nitride grows at a temperature at which the 
crystal growth starts; 

said step c) lowers the temperature of said zone to a temperature 
such that no alloy is formed between the group-Ill metal and another 
metal, and maintaining the temperature; and 

said step d) increases the temperature to the temperature at 
which the crystal growth starts again. 

(original) The method as claimed in claim wherein 
increase and decrease of the temperature are performed several times. 

10- 8 

(original) The method as claimed in claim 1^, wherein the 
substance comprising the nitrogen in a form of a gas, and the gas is 
supplied into the reaction vessel continuously at a predetermined 
pressure . 

\V « 

l^S^ (original) The method as claimed in claim 3s^, wherein the 
substance comprising the group- III metal is additionally provided at 
the time the temperature is lowered. 



(original) The method as claimed in claim Ib^, wherein: 
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said step b) maintains an effective pressure of the substance 
comprising the nitride in a form a gas in a zone in which a crystal of 
the group- III nitride grows at a pressure at which the crystal growth 
starts; - - . „ _ . . - _ - . . . ... 

said step c) lowers the effective pressure of the nitrogen gas in 
said zone to a pressure such that the crystal growth stops, and 
maintaining the pressure; and 

said step d) increases the effective pressure of the nitrogen gas 
to the pressure at which the crystal growth starts again. 

a 

• (original) The method as claimed in claim iNj, wherein 

increase and decrease of the effective pressure of the nitrogen gas are 
performed several times. 

lo^ (original) The method as claimed in claim 3s§ , wherein the 
substance comprising the group-Ill metal is additionally provided at 
the time the effective pressure of the nitrogen gas is lowered. 

(withdrawn) A crystal growth apparatus comprising: 
a reactsi^on vessel in which crystal growth is performed of a 
group-Ill nitride osmprising a group-Ill metal and a nitrogen from an 
alkaline metal, a substba^e comprising the group-Ill metal, and a 
substance comprising the nitrogefrr^and 

a unit maintaining a growth conditl^an for a crystal of the group- 
Ill nitride at a condition at which the crystal growth starts; then, 
maintaining the growth condition at a condition at which the 
crystal growth stops; and, then, 

again setting the condition at which the crystal growth starts. 
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20* (wdTEltdr^awn) The apparatus as claimed in claim 19, wherein 
said unit comprises a hewing device heating a zone in which a crystal 
of the- group- III nitride grows, 



21. (withdrawn) The apparatus as claimed in claim 19, wherein 
said unit comprises a^ee^sure control device controlling an effective 
pressure of the substance conpri^ing the nitrogen in a form of a gas in 
a zone in which a crystal of the grou£>WL£jiitride grows. 



^Ss^ (original) A crystal growth method, comprising the steps 



of: 



a) forming a mixed molten liquid comprising an alkaline metal and 
a substance comprising a group- III metal in a liquid holding vessel; 

b) growing in said liquid holding vessel a crystal of a group- II I 
nitride comprising the group- III metal and nitride from the mixed 
molten liquid and a substance comprising the nitride ,- 

c) creating a local concentration distribution of dissolved 
nitrogen in the mixed molten liquid in said liquid holding vessel 
during said step b) . 

2«. (currently amended) The method as claimed in claim 2*3, 
wherein further comprising providing said liquid holding vessel has 
with an inner shape, such as to create the local concentration 
distribution of the dissolved nitrogen in the mixed molten liquid. 

2*^. (currently amended) The method as claimed in claim 2^, 
wherein further comprising providing said inner shape of said liquid 
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holding vessel 4r3 — ouoh — that — fc-he with a cross sectional area which 
becomes smaller downward. 

-(our-rent-ly- amended) The method as -claimed in claim 2^, 
wherein further comprising providing said inner shape of said liquid 
holding vessel is ouoh that - th e with a cross sectional area which is 
reduced partially. 

1 * 2^. (currently amended) The method as claimed in claim 2^, 
wherein further comprising providing said inner shape of said liquid 
holding vessel is — ouch that — the with a cross sectional area which 
becomes smaller downward first, and, then, the crooo ooctional area is 
uniform downward from a mid height. 

& 0 2\. (currently amended) The method as claimed in claim / 
wherein further comprising providing said inner shape of said liquid 
holding vessel 4rS — auch — that — the with a - cross sectional area which 
becomes smaller downward first, and, then, -fehe — crooo — ooctional — area 
becomes larger downward from a mid height . 

2 8 <= Ss s { withdrawn) A crystal growth apparatus, comprising: 

a liquialxjlding vessel in which a mixed molten liquid comprising 

an alkaline metal ahd^a substance comprising a group-Ill metal is 

formed; and 

a unit growing in said liqu^cL holding vessel a crystal of a 
group-Ill nitride comprising the group~Ill>Nmetal and nitride from the 
mixed molten liquid and a substance comprising uke nitride , 

wherein said liquid holding vessel has an inner »bape such as to 
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create a local concenrr^t*4pn distribution of dissolved nitrogen in the 
mixed molten liquid. 

29. (wit?id*^wn) The apparatus as claimed in claim 28, wherein 
said inner shape of saT^K^guid holding vessel is such that the cross 
sectional area becomes smaller ctowQward. 

30. (withdraw**)^ The apparatus as claimed in claim 28, wherein 
said inner shape of said licjtw^d holding vessel is such that the cross 
sectional area is reduced partially^ 



31. (wiTsi^drawn) The apparatus as claimed in claim 28, wherein 
said inner shape of>&4d liquid holding vessel is such that the cross 
sectional area becomes smallTe^^downward first, and, then, the cross 
sectional area is uniform downward fr^Hw^the mid level. 



32. (v^fej^drawn) The apparatus as claimed in claim 28, wherein 
said inner shape of sal^d^Liquid holding vessel is such that the cross 
sectional area becomes small er^downward first, and, then, the cross 
sectional area becomes larger downward the mid level. 



33T^^T^Hb<hdrawn) The apparatus as claimed in claim 28, wherein 
said unit comprisesa^tieating device heating the temperature inside 
said liquid holding vessel soa^to enable the crystal growth therein. 



34, (withdrctwn) The apparatus as claimed in claim 31, wherein 
said unit comprises a plursulity of heating devices for creating a 
predetermined temperature dif f erenceSa^tween an upper- part and a lower 
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part of said liquid holding vessel . 



35. (withdrawn^^-A^Qroup-III nitride crystal formed in 
accordance with the crystal growth-nfefeJaod claimed in claim r. 

36. (withdr^wnj^ A group-Ill nitride crystal formed in 
accordance with the crystal gr75w^h^method claimed in claim 2 

37. (withdrawitS^A group-Ill nitride crystal formed by the 
crystal growth apparatus claime^J^n claim 7 . 

38. (withdrawn) A group-Ill nitride crystal formed by the 
crystal growth apparatus cla±me^ in claim 8 , 

39. CwithdrawnT^^A group-Ill nitride crystal formed in 
accordance with the crystal growthrrfefciiQd claimed in claim 11. 

40. (withdr^twaj. A group-Ill nitride crystal formed by the 
crystal growth apparatus clarftre^in claim 19. 

41. (withdrawnT\^A group-Ill nitride crystal formed in 
accordance with the crystal gr&wth method claimed in claim 22. 




42. (withdrawrvT^-A^^roup-III nitride crystal formed by the 
crystal growth apparatus claimed iri^ciaj_m 28. 



43 . (withdrawn) it^aemi conductor device produced employing the 
group- III nitride crystal claimecb<m claim 35. 
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44 . (withdrawn) A semiconductor device produced employing the 
group-Ill nitride crystal claimed claim 36. 

45. (withdrawn) A semiconductor device produced employing the 
group-Ill nitride crystal claimea^iai claim 37. 

46. (withdrawn) A semiconductor device produced employing the 
group-Ill nitride crystal claimed rn^claim 38. 

47. (withdrawn) A seirfr&Qnductor device produced employing the 
group-III nitride crystal claimed irT^sQ-aim 39, 

48. (withdrawn) A semr^nductor device produced employing the 
group-III nitride crystal claimed in"ei§am 40. 

49. (withdrawn) A semiconductor device produced employing the 
group-III nitride crystal claimed in cl^mi 41. 

50 . (withdrawn) A semiconductor device produced employing the 
group-III nitride crystal claimed incri^im 42. 



51. (withdrawn) The s^m4^c° n ductor device as claimed in claim 
43, wherein said device comprises a li^hj^- emission diode emitting light 
of a wavelength shorter than 400 nm. 



52 . (withdrawn) The semiconductor device as claimed in claim 
44, wherein said device comprises a lights-emission diode emitting light 
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of a wavelength shorter than 400 nm. 

53. (withdrawn) Tne semiconductor device as claimed in claim 

45, wherein said device comprises^ light-emission diode emitting light 
of a wavelength shorter than 400 nm. 

54 . (withdrawn) ^t^e semiconductor device as claimed in claim 

46, wherein said device compris& , s s a light -emission diode emitting light 
of a wavelength shorter than 400 nm. 

55. (withdrawn) TheN^emiconductor device as claimed in claim 

47, wherein said device comprises alight-emission diode emitting light 
of a wavelength shorter than 400 nm. 

56. (withdrawn). The serfti^Qonductor device as claimed in claim 

48, wherein said device comprises a li^k^emission diode emitting light 
of a wavelength shorter than 400 nm. 



57. (withdrawn) The^^emi conductor device as claimed in claim 
49, wherein said device comprises as^ight- emission diode emitting light 
of a wavelength shorter than 4 00 nm. 



58. (withdrawn) The seiQiconductor device as claimed in claim 
50, wherein said device comprises a right -emission diode emitting light 
of a wavelength shorter than 4 00 nm. \^ 



